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his results the curve has a eutectic point at 15 per cent, zinc (A, Fig. 24) (or according to the author * 144 per cent, zinc), and has a maximum at
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CONCENTRATION.
Fig. 24.—Thermal Equilibrium Curve of Gold and Zinc. 1 T. K. Rose, The Precious Metals (1909), p. 46.
90     /00%Zn. .ructure disappears, and the zoned portions in the crystals are replaced by a more homogeneous struct ure.
